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DECLARATION OF FRED MASSE Y 
I, Fred Massey, state the following, of which 1 have personal knowledge: 

1. I am the President of MJ Research and Development ("MJ Research"), and I maintain an 
office at 5607 Candlewood, Houston, Texas. I have been with MJ Research since 2001 and I 
have held this position during this time. I am familiar with the disclosure in the above-identified 
patent application. 

2. I have authorized testing of the MJ Research invention disclosed in the above-identified 
patent C'Thcimolube product"). I have conducted investigation to ensure that the test results 
accurately reflect the tests conducted. Enclosed is a summary of the test results on various 
embodiments of the invention as well as castor oil without modification. These tests were 
performed by John Blalock. 



Example f component in wt%) 


Reaction 
temperature 


Falex failure load* 






ASTM 03233A 


Castor oil (26%) + pxopanol (63%) + H3P04 (0.9%) 


105C 


4,5001b 


Castor oil (60%) + Rapeseed oil methyl ester (30%) + 
Ethanol (10%) + H3P04 (03% 


100C 


4,5001b 


Castor oil (83%) + Butanol (16%) + H3P04 (0.3%) 


140C 


4,5001b 


Castor oU 




1,5001b 
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I hereby declare under penalty of perjury that the foregoing is true and correct 

Dated: 




Houston\l57lJ07.l 
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